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AMENDMENTS TO THE CLAIMS 

Please substitute the following claims for the pending 
claims with the same numbers respectively: 

Claim 1 (Currently amended) : A resistive composition 
comprising : 

a first metal mixed powder made of copper powder, manganese 
powder, and germanium powder and/or a second metal mixed powder 
made of copper, manganese, and germanium that includes alloy 
powder made of at- least two or more of the metals copper, 
manganese, and germanium; 

at least one of a glass powder and/or and a copper-oxide 
powder; and 

vehicle containing resin and solvent^ 

wherein said resistive composition includes a mixture of 
85.6 to 95.8 parts copper by weight, 4.0 to 13.0 parts manganese 
by weight, and 0.2 to 1.4 parts germanium by weight when the 
entire amount of said first metal mixed powder and/or said second 
metal mixed powder is 100 parts by weight; greater than 0 to 10 
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parts of at least one of said glass powder and said copper-oxide 
powder by weight; and 10 to 15 parts vehicle by weight relative 
to 100 parts of said first metal mixed powder and/or said second 
metal mixed powder by weight. 

Claim 2 (Cancelled) 

Claim 3 (Original) : The resistive composition according to 
Claim 2, wherein said copper oxide is made of either CuO or Cu 2 0. 

Claim 4 (Withdrawn) : A resistor forming a resistive element 
upon an insulating substrate containing, when metal components of 
copper, manganese, and germanium is 100 parts by weight, 0 to 10 
part glass powder and/or copper-oxide powder by weight relative 
to 100 parts said metal components by weight. 

Claim 5 (Withdrawn) : The resistor according to Claim 4, 
wherein said copper oxide is made of either CuO or CU2O. 

Claim 6 (Withdrawn) : A making method of a resistive 
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composition, comprising : 

a first step of forming a first metal mixed powder made of 
copper powder, manganese powder, and germanium powder and/or a 
second metal mixed powder made of copper, manganese, and 
germanium that includes alloy powder made of at least two or more 
of the metals copper, manganese, and germanium; 

a second step of mixing 0 to 10 parts glass powder and/or 
copper-oxide powder by weight relative to 100 parts said first 
metal mixed powder and/or said second metal mixed powder by 
weight; and 

a third step of mixing 10 to 15 parts vehicle by weight 
containing resin and solvent relative to the entire amount of the 
powder obtained by mixing in said first and second steps; 

wherein 85.6 to 95.8 parts copper by weight, 4.0 to 13.0 
parts manganese by weight, and 0.2 to 1.4 parts germanium by 
weight are mixed when the entire amount of said first metal mixed 
powder and/or said second metal mixed powder is 100 parts by 
weight . 
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Claim 7 (Withdrawn) : The making method of the resistive 
composition according to Claim 6, wherein said copper oxide is 
made of either CuO or Cu 2 0. 

Claim 8 (Withdrawn) : A making method of a resistor, 
comprising: 

a step of weighing metal components of copper, manganese, 
and germanium; 

a step of forming a resistive element containing 0 to 10 
parts glass powder and/or copper-oxide powder by weight relative 
to 100 parts said weighed metal components by weight; and 

a step of forming said resistive element upon an insulating 
substrate . 

Claim 9 (Withdrawn) : The making method of the resistor 
according to Claim 8, wherein said copper oxide is made of either 
CuO or Cu 2 0. 
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